**************** 




Disclosure to Promote the Right To Information 

Whereas the Parliament of India has set out to provide a practical regime of right to 
information for citizens to secure access to information under the control of public authorities, 
in order to promote transparency and accountability in the working of every public authority, 
and whereas the attached publication of the Bureau of Indian Standards is of particular interest 
to the public, particularly disadvantaged communities and those engaged in the pursuit of 
education and knowledge, the attached public safety standard is made available to promote the 
timely dissemination of this information in an accurate manner to the public. 
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AMENDMENT NO. 1 JANUARY 1987 

TO 

IS:2818(Part II)-1971 SPECIFICATION FOR INDIAN 

HESSIAN 

PART II 305 AND 229 g/a AT 16 PERCENT 
CONTRACT REGAIN 

( First Revision ) 

[ Page 3, Table 1, under Requirement . Type I 
and Type II, against 81 No. (Iv)] - Substitute 
'101.5 cm (or 40 In)' for '102 cm (or 40 In)'. 

(TDC 3) 
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AMENDMENT NO. 2 MARCH 1999 

TO 

IS 2818 ( PART II ) : 1971 SPECinCATION FOR 

INDIAN HESSIAN 

PART II 308 AND 229 g/m^ AT 16 PERCENT 
CONTRACT REGAIN 

(FlniR€¥isioH) 

[ Page 4, Tabk 2, SI No. (vii)] — Substitute the following for the cxistiiig: 

'vii) PenBiitiblettumberof XMax X^ax 

short pieoat per bale 
(m Note 6) 

( Page 4, Tabk 2, Nou 5 ) — Incorporate Note 6 after Note 5: 

*Noil 6 — Sbort piece is t length of ooetiauoysly woven juie fabric measuring 18 m or more 
but less than 82 nu* 



(TX03) 



Printed at Prabhat Offset PreM. New Delhi-2 



AMENDMENT NO. 3 MAY 2002 

TO 

IS 2818 ( PART 2 ) : 1971 SPECIFICATION FOR 

INDIAN HESSIAN 

PART 2 305 AND 229 g/m^ AT 16 PERCENT CONTRACT REGAIN 

( First Revision ) 

[Page 4, Table 2, SI No. (ix), column 3, 'Requirement' ] — Substitute '3 
percent, Max' for '6 percent. Max' for both Type I and Type II. 



( TX 03 ) 
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AMENDMENT NO. 4 JANUARY 2003 

TO 

IS 2818 ( Part II ) : 1971 SPECIFICATION FOR INDIAN 

HESSIAN 

PART II 305 AND 229 g/m^ AT 16 PERCENT CONTRACT REGAIN 

( First Revision ) 

I Page 3, Table 1, SI No. (i) and (iv)) — Substitute the following for the 
existing: 



Sl 

Nn 


Characteristic 


Requirement 


Method OF Test 

[5feIS28l8(PARTl)) 


I^U. 


Type 1 Type 11 


i) 


Mass per square metre 
Tolerance (-»-8 percent) 
( -2 percent) 


305 g 229g 
-^24.4g -^I8.3g 
-6.1 g -4.6g 


B-6 


iv) 


Width 


101.5cm 101,5cm 


B-5 



Tolerance ■♦■3.0 cm ■»■ 3.0 cm 

-00 cm -0.0 cm 

( Page 3, Note in Table I ) — Substitute the following for the existing Note: 

NOTE — Width of hessian shall be 101 5 cm or as specified in an agreement between the 
buyer and the seller; if the agreed width oi' hessian is below 101 .5 cm, the tolerance shall be 
-I-3.0/-0.0 cm and if the agreed width of hessian is above 101.5 cm, the tolerance shall be 
•I-3/-0 percent.' 



( Page AJable 2, 5/ No. {\\)Jype I and Type II ] — Substitute *566 kg' for 
•569 kg' for Type I and *425 kg for 'All kg' for Type 11. 

{Page 4, Table 2, Note 1, paraljine I ) — Substitute Mo 1.5 cm'/or* 1 02 cm'. 

( Page 4» Table 2, Note 5 ) — Substitute the following for the existing 
Note: 

•NOTE 5 — The specified oil content value of 3 percent corresponds to an oil content of 
about 2.6 percent when determined on dry de-oiled material plus 16 percent moisture regain.' 

Amendment No. 1 to this standard is withdrawn . 

(TX03) 
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IS : 2818 (Pmrt U) - 1971 

Indian Standard 

SPECIFICATION FOR INDIAN HESSIAN 

PART II 305 AND229g/m2 AT I6PERCENT CONTRACT REGAIN 

{First Revision) 

0. FOREWORD 

0.1 This Indian Standard (Part II) (First Revision) was adopted by the 
Indian Standards Institution on 16 June 1971, after the draft finalized 
by the Jute and Jute Products Sectional Committee had been approved 
by the Textile Division Council. 

0.2 Other requirements regarding terminology, general requirements, 
packaging and marking, sampling and inspection, criteria for conformity 
of Indian hessian packed in bales or rolls will be according to Part I, of 
this standard. 

0,3 All quantities and dimensions in this standard have been expressed 
in the metric system. However, corresponding values in fps system have 
also been given wherever necessary as a guidance to the manufacturers 
and the consumers. 

0.4 For the purpose of deciding whether a particular requirement of this 
standard is compHcd with, the final value, observed or calculated, expressing 
the result of a test, shall be rounded off in accordance with IS : 2-1960*. 
The number of significant places retained in the rounded off value should 
be the same as that of the specified value in this standard. 



L SCOPE 

1.1 This standard prescribes constructional details and other particulars 
of the following two types of hessian of such widths as agreed to between 
the buyer and the seller: 

Type I —305 g/m«; 47x47 (or 10 oz/40 in; 11 x 12) 

Type 11—229 g/m^ 38x35 (or 7* oz/40 in; 9x9) 

2. SPECmC REQ]U1REMENTS 

2.1 The hessian shall conform to the requirements laid down in Table 1. 

2.2 The packed bales or rolls shall conform to the provisions laid down in 
Table 2. 

2.3 Contrmct Regain — The contract moisture regain shall be 16 percent. 
* Rules for rounding off aumerical values (rtvised), 

2 



IS t 2818 (Part U) . 1971 



Sl 
No. 



TABLE 1 PARHCULARS OF HESSIAN 

{Clause 2.1) 
Characteristiq Requirement 



i) Weight per square metre 

ToUranct (-f 8 percent) 
(-2 percent) 

ii) Ends per dm (or Porter) 
ToUranei 

iii) Picb per dm (or Shots per inch) 
ToUranct 

iv) Width 

ToUrance 

v) Breaking load : 

a) Strip method (10x20 cm) 

Warpway 

Weftway 

b) Grab method (I x 3 in) : 

Warpway 

Weftway 



Type I 



Type II 



305 g 229 g 

(or 10 oz/40 in) (or 71 oz/40 in) 



Method OF 

Test 

[x0tfIS:2818 

(Part I).197l*] 

B-6 



+24 g 
~6g 

47 
(110) 

±2 

47 
(120) 

±2 

102 cm 
(or 40 in) 

-f3cm 
—0 cm 



112 kj 
(or 248 lb) 

120 kg 
(or 2641b) 



36kjj 
(or 80 lb) 

39 Lj 
(or 85 lb) 



4-18 g 
-4-6 g 

38 
(90) 

+2 
~1 

35 
(90) 

+2 
-1 

102 cm 
(or 40 in) 

-f-3cm 
—0 cm 



92 kg 
(or 202 lb) 

78 kg 
(or 171 lb) 



29kff 
(or 651b) 



25 



(or 



5k^ 
55lb) 



B.7 



B-5 



B^ 



Notb — Width of hcssians shall be 102 cm or as specified in an agreement between the 
buyer and the seller; if the amtd width of hessian is below 102 cm, the tolerance shall be 
Ig cm and if the agreed width of hessian is above 102 cm, the tolerance shall be IJ 
percent. 

* Specification for Indian hessian, Part I General. 



IS t 2818 (Part U) - 1971 



TABLE 2 REQUIREMENTS OF PACKED BALES OR ROLLS 

(Clause 2.2) 



Sl 
No. 



Characteristic 



Requirement 



Type I 



Type II 



i) Moisture regaio 
ii) Contract weight of a bale (see 

Note 1) 
iii) Contract weight of a roll 



17 percent, Max 17 percent, Max 
569 kg 427 kg 



Method of 

Test 

[je«IS:2818 

(Part I)-1971*] 

B.2 



Calculated on the basis of formula 
given in Note 1 below 
iv) Corrected net weight of a bale or Not less than contract weight 

roll {se€ Note 2) 
v) Length of hessian per bale {see 1 829 m, Min 1 829 m, Min 
Note 3) (or 2 000 yd) (or 2 000 yd) 

vi) Length of hessian per roll As specified in an agreement be- 

tween the buyer and the seller 
vii) Permissible number of medium 3 medium cuts, 3 medium cuts, 
cuts and short pieces per bale Max, or MaXy or 

2 medium cuts 2 medium cuts 
and 1 short and 1 short 
piece, Max piece, Max 

viii) Number of joints in a roll(s) and As agreed to between the buyer and 
number of such joined rolls in the seller 
a consignment {see Note 4) 
ix) Oil content on dry deoiled 6 percent. Max 6 percent, Max 
material basis (see Note 5) 

Note 1 — Contract weight of a bale or roll is calculated as follows : 



B-1 



B-S 



Contract weight of a nominal width (cm) 
bale or roll m ke = tt^t; — ^^ - 



100 



X marked length (m) x 



B-9 



weight (g/m») 
1 000 



Contract weight of a bale given in the table is on the basis of 102 cm nominal width and 
marked length of 1 829 m per bale. 

Note 2 — Corrected net weight of a bale or roll is calculated as follows : 

/-I J X • L. r u I 11 ^^^ weight X (lOO-f contract regain percent) 

Corrected net weight of a bale or roll = rrr^, ^^ : ^ i2: L 

100 -(-average moisture regain percent 

Note 3 — Length of hessian per bale shall be I 829 m or as specified in an agreement 
between the buyer and the seller. 

Note 4 — The seUer shall indicate on the roll(8) the number of joints, if any. 

Note 5 — The specified oil content value of 6 percent corresponds to an oil content 
of about 5 percent when determined on dry deoiled material plus 16 percent regain. 

♦Specification for Indian hessian, Part I General. 
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560 13 48 
839 49 55 
242 34 52 

240 3139 
221 0141 
2292175 
2861498 
2541137 

23201084 
2373879 
2218774 
2215698 

2525171 
221451 
2262808 
4268659 
2378251 

2322104 
2712833 

22371085 
23096528 
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